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In a recent paper, Subbaraman et al. report a theoretical and numerical study of highly 
dispersive pure silica photonic crystal fiber [1]. The photonic crystal fiber has an air-hole 
structure making the effective index profile resemble that of a dispersion-compensating fiber 
with a w-profile in the doping. As pointed out by the authors, the negative group-velocity 
dispersion (GVD) originates from an avoided-crossing of the uncoupled inner and outer 
modes. The authors employ coupled-mode theory to give quite simple analytical expres- 
sions which they confirm numerically by full-wave simulations. While the analytical results 
are quite elegant and fully correct, the authors are missing an important point in their anal- 
ysis and physical interpretations. The authors correctly show that the maximal dispersion 
parameter is inversely proportional to the coupling constant see Eq. (S6), 

but from Eq. (S2) it also straightforwardly follows that the difference in propagation constant 
at ujp is 

A(3 = B+- B_ = 2k. (2) 

In other words, the corresponding beating length (coupling length) between the two super- 
modes is 

Lb = 27r/|A/3| = tt/k. (3) 
To put things even more clear we may rewrite Eq. (1) in terms of Eq. (3) which gives 

Lb f dni rfna^ 

Thus, large negative (or positive) group- velocity dispersion inevitably comes at the price of 
a correspondingly long beating length (corresponding to a small mode spacing) . 

As pointed out in e.g. Ref. [2] this has strong imphcations for the loss in general and 
in the present case for the resulting group-delay of a propagating pulse. Basically, Lb acts 
as a cut-off in the scattering rates associated with longitudinal index variations. Only slow 
variations with a characteristic length scale C, longer than Lb will have a negligible influence 
on the scattering while faster variations with ^ shorter than Lb may course pronounced 
scattering loss and intra-modal coupling. Obviously, one should in general aim at a short 
Lb to minimize scattering loss and intermodal coupling effects [2, 3]. Longitudinal index 
variations are inevitably present regardless of the fabrication procedure. In addition to 



fabrication related issues there will also be effects of microbending which has shown to 
potentially be a serious source of scattering loss in large-mode area photonic crystal fibers [4] . 
In fact, even macrobending will deform the index profile slightly and induce scattering loss 
and intra-modal coupling. 

In the present context intra-modal coupling will degrade the effective dispersion compen- 
sating of a pulse. Imagine that the pulse is launched in the supermode with the negative 
GVD, then scattering loss will after a length of the order ^ have redistributed the power 
equally between the two supermodes. As correctly shown by the authors the two supermodes 
have dispersion parameter of opposite sign and thus the resulting dispersion compensation 
is easily washed out and averaged to zero. 

Obviously, there exists some window where intra-modal coupling of the supermodes is 
negligible so that the negative GVD can be utilized for dispersion compensation, but GVDs 
of the order —2 x 10^ ps/nm/km seems well outside the window. To illustrate this it is 
worthwhile emphasizing existing technology [5] . Practical MCVD fabricated fibers typically 
operate around —100 to —200 ps/nm/km [5], though more extreme values have been re- 
ported [6]. These fibers have been subject to a high degree of optimization, most likely 
pushing the beating length to the maximal possible with the present fabrication technology. 
The fabrication of photonic crystal fibers is without any doubt even more challenging and 
thus it is difficult to envision the realization of the GVD proposed by Subbaraman et al. [1] . 
In fact, increasing the typical GVD by two orders of magnitude would require their photonic 
crystal fiber to appear absolutely longitudinal uniform on a 100 times longer length than in 
typical state-of-the-art MCVD fabricated fibers! 
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